TN THE CLAIMS 
Please amend the claims as follows: 

Claim 1 (Currently Amended): A lithium secondary battery comprising a positive 
electrode, a negative electrode, and a nonaqueous electrolytic solution containing an 
electrolyte sah dissolved in a nonaqueous solvent, ohoraotoriaod in that wherein said positive 
electrode ir.madB of comprises a material including a lithium compound oxide, in that said 
negative electrode ir . mado of comprises a material including graphite, and in that said 
nonaqueous electrolytic solution contains comprises dialkyl oxalate and fijrther eeirtaHis 
comprises vmylene carbonate and/or 1,3-propanesultone. 

Claim 2 (Currently Amended): [[A]] The lithium secondary battery according to 
claim 1, wherein the alkyl group of said dialkyl oxalate has 1 to 12 carbon atoms. 

Claim 3 (Currently Amended): [[A]] Jhe lithium secondary battery according to 
claim 1 erf, wherein the content of said dialkyl oxalate is 0.01 to 10 % by weight, the 
content of said vinylene carbonate is 0.01 to 20 % by weight, and the content of said 1,3- 
propanesultone is 0.01 to 20 % by weight, each based on the weight of said nonaqueous 
electrolytic solution. 

Claim 4 (Currently Amended): [[A]] The lithium secondary battery according to 
claim 1 erf, wherein said nonaqueous solvent is a combination of a cyclic carbonate with a 
linear carbonate or a combination of a cyclic carbonate with a lactone. 

Claim 5 (Currently Amended): [[A]] The lithium secondary battery according to 
claim 1 erf, wherein said linear carbonate comprises methyl ethyl carbonate. 



2 



Claim 6 (Currently Amended): [[A]] The lithium secondary battery according to 
claim 1 e^, wherein said nonaqueous solvent is a combination of propylene carbonate with 
dimethyl carbonate, a combination of ethylene carbonate with methyl ethyl carbonate, a 
combination of ethylene carbonate with diethyl carbonate or a combination of ethylene 
carbonate with 7-butyrolactone. 

Claim 7 (Currently Amended): [[A]] 2M lithium secondary battery according to 
claun 1 e^, wherem said graphite has a lattice spacing (doo^) of the lattice face (002) of 
0.340 run or less. 

Claim 8 (Currently Amended): ([A]] The Uthium seeondary battery according to 
claim 1 ^, wherein the positive electrode active material is a lithium compound metal 
oxide showing an open circuit voltage of a. leas. 4.3 V on Li basis after completion of 

charging. 

Claim 9 (Currently Amended): A nonaqueous electrolytic solution for a Uthium 
secondary battery h««g cofflpriang a positive electrode and a negative eleCr^le. aid 
comprising an elect„,lyte sal. dissolved in a nonaqueous solvent, eha»«e«e44»*« 
wherein said non^ueous electK>lytic solution ^ dialky. oxalate and further 

eertains coeeDM vinylene carbonate and/or 1,3-propanesultone. 
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